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with a small percentage of red lead or orange mineral.
In view of the fact that cadmium orange exists and
is much more permanent, chrome orange should be
eliminated from the palette.

CHROMIUM OXIDE (See French Veronese Green)

CINNABAR GREEN

The word cinnabar refers entirely to the sulphide of
mercury, and when chrome green was first made, some
manufacturer called his product cinnabar green, in-
tending to convey the idea that his mixture of chrome
yellow and Prussian blue was as permanent as cinnabar
red or native vermilion. The name has stuck to it in the
trade. An examination of the pigments shows that
it is by no means a pure chrome yellow and Prussian
blue, but is reduced with either whiting, permanent
white or other reinforcing pigment, and owing to this
reduction it is more permanent than the concentrated
color, because it does not contain as much pigment
that can spoil or deteriorate as the concentrated color
does. In brilliancy, tone and strength, it is quite sat-
isfactory, but it is not permanent and is easily affected
by noxious gases.

CITRON YELLOW

Citron yellow is also known under the name of
primrose yellow, and is usually composed of a mixture
of chromate and oxide of zinc. Inasmuch as this color
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